CLAIMS 

1 . A method of forming a rib partem, having rib portions of relatively lower and higher 
heights, on a substrate of a plasma display panel, said method comprising: 

forming a first material layer, having a thickness corresponding to a height of the lower 
height rib portions, on said substrate; 

forming on the first material layer a first masking pattern defining the lower height rib 
portions; 

superimposing on the first material layer a second material, a combined thickness of the 
first and second material layers being substantially equal to a height of the higher height rib 
portions; 

forming on the second material layer a second masking pattern defining the higher 
height portions of the rib pattern; and 

removing the portions of the first and second material layers, except for the lower and 
higher rib portions defined respectively by the second and first masking patterns. 

2. The method for forming a rib pattern as claimed in claim 1, wherein the removing the 
portions of the first and second material layers is a single process. 
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3. The method for forming a rib pattern as claimed in claim 1 , wherein said first material 
contains a white pigment. 

4. The method for forming a rib pattern as claimed in claim 1 . wherein the rib portions of 
relatively higher heights comprise barrier rib portions. 

5. A method of forming a rib pattern, having rib portions of relatively lower and higher 
heights, on a substrate of a plasma display panel, said method comprising: 

fonning first rib portions of a first material on said substrate; 

firing the formed first rib portions to produce post-fired, first rib portions of the higher 

height; 

fomfiing second rib portions of a second, contractable material and of the same height of 
the post-fired, higher height of said first rib patterns; 

firing the second rib portions which, by themially contracting, produce the second rib 
portions of the lower heights. 
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6. The method for forming a rib pattern as claimed in claim 5, wherein the forming the 
second rib portions comprises: 

forming a layer of the second, contractable material of the higher height; 

forming a masking pattern, defining the second rib portions, on the layer of the second, 
contractable material; and 

sandblasting the substrate to remove the second material layer except for the second rib 
portions defined by the masking pattern. 

7. The method for forming a rib pattern as claimed in claim 5. wherein the second, 
contractable material is a paste-like contractable material. 

8. The method for fonming a rib pattern as claimed in claim 5, wherein said second 
material contains a white pigment. 

9. The method for fomiing a rib pattern as claimed in claim 5, wherein the rib portions of 
relatively higher heights comprise barrier rib portions. 
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